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FARBENFA BRJKEN vorm. FRIEDR. BAYER & CO. in ELBERFELD.. 

Verfahren zur Darsteilung von geib- bis rothbraunen Baumwollfarbstoflfen durch Combination 
von Bismarckbraun mit Diazo- bezw. Tetrazoverbmdungen. 

Patentirt im Deutschen Reiche yom io* November 1887 ab. 



Die in dem Handel unter dem Namen 
Bismarckbraun* oder Vesuvin bekannten braunen 
Farbstoffe vereinigen sich mit Diazo- bezw. 
Tetrazoverbindungen zu neuen Producten, 
welche, soweit sie Sulfogruppen enthalten, 
Baumwolle direct ohne Beize im alkalischen 
Bade fSrben, 

B'eispiel 1. 10 kg reines Bismarckbraun, 
Triamidoazobenzol werden in Wasser gelSst 
und mit 8,5 kg a-Diazonaphtalinsulfosaure vcr- 
setzt. Nach i2stlindigem Stehen fugt man 
Soda bis zur alkalischen Reaction hinzu, kocht 
auf, wobei der Farbstoff in LSsung geht, filtrirt 
und salzt aus. 

An Stelle der dtazotirten Naphtionsaure lafst 
sich mit demselben Effect jede andere Naphtyl- 
arninsulfossrure serzen. Die so gebildeten Farb- 
stoffe farben ungebeizte Baurmvolle r6thiich 
braun. 

Wendet man jedoch diazotirte Amidobenzol-, 
AmidotoUaoi-, Amidoxyiol-, Amidoazobenzol-, 
Amidoazotoluol- und Amidoazoxyldlsulfosauren 
an, so bilden sich mchr gelbbraune Farbstoffe. 

Alle diese Producte 2eigen jedoch die Eigen- 
thumlichkeit, Baumwolle im alkalischen Bade 
ohne Seife echt zu farben. 

Beispiel a. Besser ziehende, aber auch 
bedeutend rothere Farbstoffe bilden sich bei 
Verwendung der SulfosSuren des Benzidins, 
Tolidins und des Diamidosrilbens, der Benzidin- 
mono--, -di-, -tri- und -tetrasulfosauren, Benzidin- 



sulfcnmono- und -disulfosSure und Dkmido- 
stilbendisulfosaure. 

10 kg in Wasser gelttstes Bismarckbraun 
warden mit aus 8 kg Benzidinmonosulfosiiure 
erhakener Tetrazodiphenylmonosulfos&ure ver- 
setzt. Durch Hinzufugen von essigsaurem 
Natron scheidet sich der Farbstoff als ein in 
Wasser schwer ltfsKches, Baumwollc rothbraun 
fa"rbendes Product aus. Man bildet das Natron- 
salz, filtrirt und trocknet 

Patent- A nspruch: 
Verfahren zur Darsteilung von gelben bis 
braunrorhen, direct fa'rbendcn Azofarbstoffen 
durch Einwirkung der Diazoverbindungen von 
m- und p~Amidobenzolsulfosa*uren> o- und 
p -Toluidinsulfosfiuren,*. Amidoazobenzolmono- 
sulfosaure, Amidoazobenzoldisulfosaure, Amido- 
azotoluolmoriosulfosaure , Amidoazotoluoldi- 
sulfosMure, AmidoazoxyloimonosulfosHure, Ami- 
donaphtalinazobenzoimonosulfosaure, a- und 
jB - Naphtylaminmonosulfosauren , ot- und 
|3 - Naphtylamindisulfcsauren und Tetrazo- 
verbindungen von Benzidinmonosulfosaure, 
Benzidindisulfo siture, Benzidinsuifonmonosulfo- 
saure, Benzidinsulfondisulfosaure, Tolidinmono- 
sulfosa*ure, Tolidindisulfosaure, Diamidostilben- 
dtsulfosaure auf Triamidoazobenzol, Triamido- 
azotoluol und Gemenge derselben — die im 
Handel unter dem Namen Bismarckbraun be- 
kannten Farbstoffe. 
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